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(54) LCD with bus lines overlapped by pixel electrodes and photo-lmageable insulating layer 
therebetween 



(57) This invention is related to an active matrix liq- 
uid crystal display (AM LCD) having a high pixel aper- 
ture ratia The display has an increased pixel aperture 
ratio because the pixel electrodes are formed over the 
insulating layer so as to overlap portions of the array 
address lines. Both the manufacturabillty and capacitive 
cross-talk of the TFT-based device are improved due to 
the use of a photo-imageable insulating layer between 
the pixel electrodes and the address lines. According to 
certain other embodiments, the insulating layer may be 
BCB (either photo-imageable or not) and/or have a die- 
lectric constant less than about 3.0. 
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Description 

This inv ntion relates to a liquid crystal display (LCD) having an increased pixel aperture ratio. Mor particularly, 
this invention relates to a liquid crystal display including an an^ay of TFTs wherein an insulating iayer having a plurality 
5 of contact vias or apertures disposed therein is located between the address tines and pixel electrodes so that the pixel 
electrodes are permitted to overlap the row and column address lines without exposing the system to capacitive cross- 
talk. In certain embodiments, the dielectric constant of the Insulating layer is less than about 3.0 to reduce cross-talk. 
In certain embodiments^ the layer is photo-imageabie. 

w BACKGROUND OF THE INVENTIQM 

Electronic matrix arrays find considerable application in X-ray image sensors and active matrix liquid crystal dis- 
plays (AMLCDs). Such AMLCDs generally include X and Y (or row and column) address lines which are horizontally 
and vertically spaced apart and cross at an angle to one another thereby forming a plurality of crossover points. Asso- 

15 dated with each crossover point is an element (e.g. pixel) to be selectively addressed. These elements in many 
instances are liquid crystal display pixels or alternatively the memory cells or pixels of an electronically adjustatsle mem- 
ory array or X-ray sensor array 

Typically a switching or isolation device such as a cfiode or thin film transistor (TF=T) is associated with each an-ay 
element or pixel. The isolation devices permit the individual pixels to be selectively addressed by the application of suit- 

20 able potentials between respective pairs of the X and Y address lines. Thus, the TFTs act as switching elements for 
energizing or otherwise addressing corresponding pixel electrodes. 

Amorphous silicon (a-Si) TFTs have found wide usage for isolation devices in liquKi crystal display (LCD) arrays. 
Structurally, TFTs generally include substantially co-planar source and drain electrodes, a thin film semiconductor 
material (e.g. a-Si) disposed between the source and drain electrodes, and a gate electrode in proximity to the semi- 

25 conductor but electrically insulated therefrom by a gate insulator Current flow through the TFT between the source and 
drain is controlled by the application of voltage to the gate electrode. The voltage to the gate electrode produces an 
electric field which accumulates a charged region near the semiconductor-gate insulator interface. This charged region 
forms a current conducting channel in the semiconductor through which curent is conducted. Thus, by controlling the 
voltage to the gate and drain electrodes, the pixels of an AM LCD may be switched on and off in a known nmnner. 

30 Typically, pixel aperture ratios (i.e. pixel openings) in non-overlapping AMLCDs are only about 50% or less. As a 
result, either display luminance is limited or backlight power consumption is excessive, thereby precluding or limiting 
use in certain applications. Thus, rt is known in the art that it is desirable to increase the pixel aperture ratio or pixel 
opening size of LCDs to as high a value as possible so as to circumvent these prot^lema The higher the pixel aperture 
ratio (or pixel opening size) of a display, for example, the higher the display transmission. Thus, by increasing the pixel 

35 aperture ratio of a display, transmission may be increased using the same backlight power, or alternatively, the backlight 
power consumption may be reduced while maintaining the same display luminance. 

It is known to overlap pixel electrodes over address lines in order to increase the pixel aperture ratio. For example, 
"High-Aperture TFT An^ay Structures" by K. Suzuki discusses an LCD having an ITO shield plane configuration having 
a pixel aperture ratio of 40% and pixel electrodes which overlap signal bus lines. An ITO pattern in Suzuki located 

40 between the pixel electrodes arxl the signal lines functions as a ground plane so as to reduce coupling capacitance 
between the signal lines and the pixel electrode. Unfortunately, it is not always desirable to have a shield electrode dis- 
posed along the length of the signal lines as in Suzuki due to production arxl cost considerations. The disposition of the 
shield layer as described by Suzuki requires extra processing steps and thus presents yield problems. Accordingly, 
there exists a need in the art for a LCD with an increased pixel aperture ratio which does not require an ITO shield plane 

45 structure to be disposed between the signal lines and pixel electrode. 

It is old and well-known to make TFT an^ays for LCDs wherein address lines and overlapping pixel electrodes are 
insulated from one another by an insulating layer. For example, see U.S. Patent Nos. 5,055,899:5,182,620; 5,414,547; 
5,426,523; 5,446,562; 5,453.857; and 5,457,553. 

U.S. Patent No. 5,182,620 discloses an AMLCD including pixel electrodes which at least partially overlay the 

50 address lines and additional capacitor lines thereby achieving a larger numerical aperture for the display The pixel elec- 
trodes are insulated from the address lines which they overlap by an insulating layer formed of silicon oxide or silicon 
nitride. 

Unfortunately, the method of making this display as well as the resulting stmcture are less than desirable because: (i) 
chemical vapor deposition (CVD) is required to deposit the silicon oxide or silicon nitride insulating film; and (ii) silicon 
55 oxide and silicon nitride are not photo-imageable (i.e. contact holes or vias must be formed in such insulating layers by 
way of etching). As a result of these two problems, the manufacturing process Is both expensive and requires more 
steps than would be otherwise desirable. For example, in order to etch the contact holes in an insulating layer, an addi- 
tional photo-resist coating step is required and the user must be concerned about layers underneath th insulating lay r 
during etching. With respect to CVD, this is a deposition process requiring expensive equipment. 
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U.S. Patent No. 5,453,857 discloses an AMLCD having a TFT array with pixel electrodes formed in an overlapping 
relation with sourc signal lines through an Insulating thin film. The insulating thin film formed between the signal lines 
and the pixel electrodes is made of either SiN,. SiOg, TaOx or AI2O3. Unfortunately, the method of making the array and 
resulting display of the '857 patent suffers from the same problems discussed above with respect to the '620 patent 
5 Non of the possible insulating layer materials are photonmageable and etching is required. 

U.S. Patent No. 5.055,899 discloses a TFT an-ay including an insulating film disposed between the address lines 
and pixel electrodes. Again, etching is required to form the vias in the insulating film. This is undesirable. 

U.S. Patent No. 5,426,523 discloses an LCD including overlapping pixel electrodes and source bus lines, with a sil- 
icon oxide insulating film disposed therebetween. Silicon oxide is not photo-imageable and thus necessitates a pro- 
10 longed and more difficutt manufacturing process for the TFT an-ay and resulting AMLCD. 

It is apparent from the above that there exists a need in the art for an Improved TFT array and/or resulting LCD hav- 
ing an increased pixel aperture ratio and little capacitive cross-talK and a more efficient method of manufacture. The 
method of manufacture, which is improved relative to the prior art, should include forming a photo-imageable insulating 
layer between pixel electrodes and overlapped bus lines and the vias therein by way of photo-imaging as opposed to 
15 resist coating, exposure and developing, and wet or dry etching. 

It Is a purpose of this invention to fulfill the above-described needs in the art. as well as other needs which will 
become apparent to the skilled artisan from the following detailed desaiption of this invention. 

SUMMARY OF THE INVENTION 

20 

Generally speaking, this invention fulfills the above<jescribed needs in the art by providing a high aperture LCD 
comprising: 

first and second substrates; 
25 a liquid crystal layer sandwiched between the first and second substrates; 

an anay of thin film transistors (TFTs) disposed on the first substrate, the array of TFTs including a plurality of 
address lines connected to the TFTs; 

an anay of substantially transparent pixel electrodes disposed on the first substrate, a plurality of the pixel elec- 
trodes in the array of pixel electrodes overlapping at least one of the address lines thereby increasing the pixel 

30 aperture ratio of the LCD; 

a photo-imageable insulating layer disposed on the first substrate between the address lines and the pixel elec- 
trodes at least in the areas of overlap and areas adjacent source electrodes of the TFTs; and 
the photo-imageable insulating layer having a first grotp of contact vias defined therein by photo-imaging, wherein 
the pixel electrodes are In electrical communication with corresponding TFT source electrodes through the contact 

35 vias of the first group defined in the insulating layer. 

According to certain preferred embodiments, the photo-imageable insulating layer includes one of BCB and 2- 
Ethoxyethyl acetate. 

This invention further fulfills the above-described needs in the art by providing an LCD comprising: 

40 

a liquid crystal layer; 

a substantially transparent siisstrate adjacent the liquid crystal layer; 

an array of TFTs disposed on the substrate, the TFTs connected to address lines and acting as switching elements 
for energizing corresponding pixel electrodes; 
45 a substantially transparent planarlzation layer disposed on the an-ay of transistors, the planarlzatfon layer being 
located between the pixel electrodes and the address lines; and 

wherein the planartzation layer includes BCB and has a dielectric constant of less than about 3.0. 

This invention still further fulfills the above-described needs in the art by providing a method of making an array of 
50 semiconductor based TFTs. the method comprising the steps of: 

providing a first substantially transparent substrate; 

forming an array of TFTs and corresponding address lines on the sUsstrate; 

depositing an organic photo-imageable insulating layer over both the TFT array and corresponding address lines; 
55 photo-imaging the insulating layer in order to fonn a first aray of contact holes therein; and 

forming an array of electrode members on the first substrate over the photo-Imaged Insulating layers so that the 
electrode members in the array are in communication with the corresponding TFTs through the first array of c ntact 
holes. 
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This invention will now be described with reference to certain errbodiments thereof as illustrated in the following 
drawings. 

IN THE DRAWINGS 

5 

Figure 1 is a top view of an AMLCD according to this invention, this figure illustrating pixel electrodes overlapping 
surrounding row and column address lines along their respective lengths throughout the display's pixel area so as to 
increase the pixel aperture ratio of the display. 

Figure 2 is a top view of the column (or drain) address lines and corresponding drain electrodes of Figure 1 , this 
10 figure also illustrating the TFT source electrodes disposed adjacent the drain electrodes so as to define the TFT chan- 
nels. 

Figure 3 is a top view of the pixel electrodes of Figure 1 except for their extensions. 

Figure 4 is a side elevationai aoss-sectional view of the linear-shaped thin film transistors (TFTs) of Figures 1 -2. 
Figure 5 is a side elevationai cross-sectional view of the liquid crystal display of Rgure 1 . 
15 Figure 6 is a top or bottom view of the optional black matrix to be located on a substrate of the LCD of Rgures 1 -5, 
the black matrix to be located on the substrate not having the TFT array disposed thereon. 

Figure 7 is a side cross-sectional view of a portion of the LCD of Figures 1-6. this figure illustrating the pixel elec- 
trodes overlapping the column address lines. 

Figures 8-11 are side elevationai cross-sectional views illustrating how a TFT In an array according to this invention 
20 is manufactured. 

PETAIL^P PKCRIPTIQN OF CERTAIN EMPQPIM^NTS QF THIS I NVEN TIO N 

Referring now more particularly to the accompanying drawings in which like reference numerals indicate like parts 
2S throughout the several views. 

Figure 1 Is a top view of four pixels in an an^y of an active matrix liquid crystal display (AMLCD) 2 according to an 
embodiment of this invention. This portion of the display includes pixel electrodes 3, drain address lines 5. gate address 
lines 7. an anray of four thin film transistors (TFTs) 9, and auxiliary storage capacitors 1 1 associated with each pixel. 
Each storage capacitor 1 1 is defined on one side by a gate line 7 and on the other side by an Independent storage 
30 capacitor electrode 12. Storage capacitor electrodes 12 are formed along with drain electrodes 13. As shown, the lon- 
gitudinally extending edges of each pixel electrode 3 overlap drain lines 5 and gate lines 7 respectively along the edges 
thereof so as to increase the pixel aperture ratio (or pixel opening size) of the LCD. 

In the areas of overlap 18 between pixel electrodes 3 and address or bus lines 5, 7, a pixel-line (PL) capacitor Is 
defined by an electrode 3 on one side and tiie overlapped address line on the other. The dielectric disposed between 
35 the electrodes of tiiese PL capacitors is insulation layer 33 (see Rgures 4 and 7). The parasitic capacitance Cpi, of 
these capacitors is defined by the equation: 



40 where "d" is the thickness of layer 33, e is the dielectric constant of layer 33, eq is the constant 8,85 x 10"^* F/cm (per- 
mitlvity in vacuum), and "A" is the area of the PL capacitor in overlap areas 1 8. The fringing capacitance may also be 
taken into consideration in a known manner. See Chart 1 below for certain embodiments. Also, according to certain 
other embodiments, Cpi. is less than or equal to about 0.01 pF for a display with a pixel pitch of about 150 ^m. When 
the pixel pitch is smaller, Cp^ should be scaled to a lower value as well because overlap areas 1 8 are smaller Addition- 

45 ally, the pixel aperture ratio of an LCD decreases as the pixel pitch decreases as is known in the art. The pixel pitch of 
AMLCD 2 may be from about 40 to 5,000 ^m according to certain embodiments of this invention. The pixel pitch as 
known In the ah is the distance between centers of adjacent pixels in the an^y 

Figure 2 is a top view of drain address lines 5 of AMLCD 2 showing how extensions of address lines 5 form drain 
electrodes 13 of TFTs 9. Each TFT 9 in the array of AMLCD 2 Includes source electrode 15, drain electrode 13, and 

so gate electrode 17. Qate electrode 17 of each TFT 9 is formed by the corresponding gate address line 7 adjacent ttie 
TFT according to certain embodiments. According to other ennbodiments, the gate electrode 17 may be formed by a 
branch extending substantially perpendicular to the gate line. 

Figure 3 is a top view illustrating pixel electrodes 3 (absent their extension portions 38) of AMLCD 2 arranged in 
array form. Figures 2 - 3 are provided so that Figure 1 may be wore easily interpreted. 

55 Figure 4 is a side elevationai cross-sectional view of a single thin film transistor (TFT) 9 in the TFT array of AMLCD 
2. with each TFT 9 in the array being substantially the same according to preferred embodiments. Each linear TFT 9 
has a channel length "L" defined by tiie gap 27 between source electrode 15 and drain electrode 13. Source lectrode 
1 5 is connected to pixel electrode 3 by way of via or contact hi 35 so as to permit TFT 9 to act as a switching element 
and selectively energize a corresponding pixel in AMLCD 2 in order to provide image data to a viewer. An array of TFTs 
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9 is provided as illustrated In Rgur 1 for AMLCO 2. 

Each TFT 9 structure includes substantially transparent substrate 1 9 (e.g. made of glass), metal gate electrode 1 7, 
gate insulating layer or film 21 , semiconductor layer 23 (e.g. intrinsic amorphous silicon), doped semiconductor contact 
layer 25, drain electrode 13, source electrode 15, substantially transparent Insulation layer 33, and a corresponding 

5 pixel electrode 3. TFT channel 27 of length "L" is defined between source 15 and drain 13. 

As shown in Figure 4, drain electrode 13 is made up of drain metal layer 29 (e.g. Mo) which is deposited on sub- 
strate 19 over top of doped contact layer 25. Contact film or layer 25 may be, for example, amorphous silicon doped with 
an impurity such as phosphorous (i.e. rn- a-Si) and is sarxiwiched between semiconductor layer 23 and drain metal 
layer 29. Source electrode 15 includes doped semiconductor contact layer 25 and source metal layer 31 . Metal layers 

10 29 and 31 may be of the same metal and deposited and patterned together according to certain embodiments of this 
invention. Alternatively, layer 29 may be deposited and patterned separately from layer 31 so that drain metal layer is of 
one metal (e.g. Mo) and source metal layer 31 Is of another (e.g. Cr). 

Substantially transparent insulating layer 33 having a dielectric constant less than about 5.0 is deposited as a sheet 
on substrate 19 so as to cover TFTs 9 and address lines 5 and 7. Layer 33 is formed of a photo-imageable material 

15 such as Fuji Clear^" or a photo-imageable type of BCB. Insulating layer 33 is continuous In the viewing area of the dis- 
play except for vias or contact holes 35 and 36 formed therein to allow pixel electrodes 3 to contact corresponding TFT 
source electrodes and the storage capacitor electrodes respectively (i.e. each pixel includes two vias (35 and 36) in 
insulating layer 33 - one for the source electrode and the other for the storage capacitor). 

Layer 33 has a dielectric constant e less than or equal to about 5.0 accorcfing to certain embodiments of this inven- 

20 tion. In certain preferred embodiments, layer 33 has a dielectric constant of about 2.7 and is made of a photo-imageable 
type of Benzocyctobutene (BCB). an organic material available from Dow Chemical, for the purpose of reducing capac- 
itive cross-talk (or capadtive coupling) between pixel electrodes 3 and the address lines in overlap areas 18. Layer 33 
has a low dielectric constant and/or a relatively large thickness for the specific purpose of reducing Cpi In overlap areas 
18. Note that the BCB may be of the non-photo-imageable type according to certain embodiments, this still reducing 

25 cross-talk. 

Alternatively, layer 33 may be of a photo-imageable material known as Fuji Clear^", which is an organic mixture 
including 2-Ethoxyethyl acetate (55-70%), methacryiate derivative copolymer (10-20%), and polyfunctional acrylate 
(10-20%). 

Following the deposition of insulation layer 33 on substrate 19 over top of TFTs 9 and address lines 5 and 7, vias 
30 35 and 36 are formed in insulation layer 33 by way of photo-imaging. Layer 33 acts as a negative resist so that UV 
exposed areas remain on the substrate and areas of layer 33 unexposed to UV during photon maging are removed dur- 
ing developing. Following the forming of vias 35 and 36, substantially transparent pixel electrodes 3 (made of indium- 
tin-oxide or ITO) are deposited and patterned over layer 33 on substrate 19 so that the pixel electrodes 3 contact the 
corresponding source metal layers 31 of con-esponding TFTs 9 through vias 35 as illustrated in Rgure 4. Auxiliary vias 
35 36 (see Figure 1) are formed in layer 33 at the same time as vias 35 so that pixel electrodes 3 can contact storage 
capacitor electrodes 12 via pixel electrode extensions 38. Peripheral lead areas and seal areas are also removed by 
photo-imaging. 

Insulating layer 33 is deposited on substrate 1 9 over the address lines, storage capacKors. and TFTs to a thickness 
"d" of at least about 0.5 ^m in overlap areas 18. In prefer ed embodiments, the thickness "d" of insulating layer 33 is 
40 from about 1 to 2.5 ^m. 

Another advantage of layer 33 is that liquid crystal layer disdinations induced at pixel electrode 3 edges by the 
topography of TFTs 9. storage capacitors, and address lines are substantially eliminated by planarization (I.e. few, If 
any. hills and valleys are present in the top surface of layer 33). Thus, the thickness of the LC layer is substantially main- 
tained and display functionality is improved because electrodes 3 are substantially flat because of the substantial 

45 planarization of the surface of layer 33 adjacent the pixel electrodes 3. 

Because of the low dielectric constant c and/or relatively high thickness "d" of layer 33. the capacitive aoss-talk 
problems of the prior art resulting from overly high Cpi_ values are substantially reduced in areas 18 where pixel elec- 
trodes 3 overlap address lines 5 and/or 7. Because layer 33 is disposed between pixel electrodes 3 and the overlapped 
address lines, tiie capacitive cross-talk problems of the prior art are substantially reduced or eliminated and increased 

so pixel openings are achievable without sacrificing display performance (pixel isolation). 

Pixel opening sizes or tiie pixel aperture ratio of AMLCD 2 is at least about 65% (preferably from about 68% to 
80%) according to certain embodimerrts of this invention when the pixel pitch is about 150 ^m. This will, of course, vary 
depending upon tiie pixel pitch of the display (pixel pitches of from about 40 - 500 ^m may be used). Pixel electrodes 3 
overlap address lines 5 and 7 along tiie edges thereof as shown in Figure 1 by an amount up to about 3 ^m. In certain 

55 preferred embodiments of this invention, tiie overiap 18 of electrodes 3 over the edges of address lines 5 and 7 is 
designed to be from about 2 to 3 fim, with the end result after overetchlng being at least about 0.5 ^m. According to 
certain other embodiments of tiiis invention, the amount of overiap may be designed to be from about 2-3 pm, with tiie 
resulting post-processing veriap being fr m about 0 1 2 fim. The overlap amount may b adjusted in accordance with 
different LCD applications and pixel pitch sizes as will be appredated by those of skill In the art. 
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In certain situations, after etching and processing, pixel electrodes 3 may not overlap the address lines at all 
according to certain embodiments of this invention, although some overlap 18 is pref n-ed. When no overlap occurs, 
the parasitic capacitance CpL between the address tines and the adjacent pixel electrode 3 is still minimized or reduced 
due to insulating layer 33. 

5 Referring now to Figures 4-5 and 8-1 1 , it will be described how AMLCD 2 including the anray of TFT structures and 

corresponding address lines is made according to an embodiment of tWs invention. Firstly, substantially transparent 
substrate 1 9 is provided. Next, a gate metal layer or sheet (which results in gate electrodes 1 7 and lines 7) is deposited 
on the top surface (surface to be closest to the LC layer) of substrate 1 9 to a thickness of from about 1 ,000 - 5,000 A, 
most preferably to a thickness of about 2,500 A. The gate metal sheet is deposited by way of sputtering or vapor dep- 

10 osition. The gate metal may be of tantalum (Ta) according to certain embodiments of this invention. Insulating substrate 
19 may be of glass, quartz, sapphire, or the like. 

The structure including substrate 19 and the deposited gate metaJ is then patterned by photolithography to the 
desired gate electrode 17 and gate address line 7 configuration. The upper surbce of the gate metal is exposed in a 
window where the photoresist has not been retained. 

15 The gate metal (e.g. Ta) layer is then dry etched (preferably using reactive ion etching) in order to pattern the gate 
metal layer in accordance with the retained photoresist pattern. To do this, the structure is mounted in a known reactive 
ion etching (RIE) apparatus which is then purged and evacuated in accordance with known RIE procedures and etch- 
ants. This etching of the gate metal layer is preferably carried out until the gate metal is removed in center areas of the 
windows and is then permitted to proceed for an additional time (e.g. 20 to 40 seconds) of overetching to ensure that 

20 the gate metal is entirely removed from within the windows. The result is gate address lines 7 (and gate electrodes 1 7) 
being left on substrate 19. 

After gate address lines 7 are deposited and patterned on top of substrate 1 9 in the above-described manner, gate 
insulating or dielectric layer 21 is deposited over substantially the entire substrate 19 preferably by plasma enhanced 
chemical vapor deposition (CVD) or some other process known to produce a high integrity dielectric. The resulting 
25 structure is shown in Figure 8. Gate insulating layer 21 is preferably silicon nitride (St3N4) but may also be silicon dioxide 
or other known dielectrics. Silicon Nitride has a dielectric constant of about 6.4. Gate insulating layer 21 is deposited to 
a thickness of from about 2,000 - 3,000 A (preferably either about 2,000 A or 3,000 A) according to certain embodi- 
ments. 

It is noted that after anodization (which is optional), gate Ta layer 1 7 which was deposited as the gate electrode and 

30 gate line layer (when originally about 2,500 A thick) is about 1 ,800 A thick and a newly created TaO layer is about 1 ,600 
A. Anodization takes place after the gate line patterning and before further processing. Thus, gate insulating layer 21 
over gate lines 7 and electrodes 17 is made up of both the anodization created Tao layer and the silicon nitride layer. 
Other metals from which gate electrode 17 and address line layer 7 may be made include Cr, Al, titanium, tungsten, 
copper, and combinations thereof. 

35 Next, after gate insulating layer 21 has been deposited (Rgure 8), senniconductor (e.g. intrinsic a-Si) layer 23 is 
deposited on top of gate insulating layer 21 to a thickness of about 2,000 A. Semiconductor layer 23 may be from about 
1 ,000 A to 4,000 A thick in certain embodiments of this invention. Then, doped (typically phosphorous doped, that is 
n+) amorphous silicon contact layer 25 is deposited over intrinsic a-Si layer 23 in a known manner to a thickness of, for 
example, about 500 A. Doped contact layer 25 may be from about 200 A to 1 .000 A thick according to certain embodi- 

40 ments of this invention. The result is the Figure 9 structure. 

Gate insulating layer 21, semiconductor layer 23 and semiconductor contact layer 25 may all be deposited on sub- 
strate 1 9 in the same deposition chamber without breaking the vacuum according to certain embodiments of this inven- 
tion. When this is done, the plasma discharge in the deposition chamber is stopped after the completion of the 
deposition of a particular layer (e.g. insulating layer 21) until the proper gas composition for deposition of the next layer 

45 (e.g. semiconductor layer 23) Is established. Siteequently, the plasma discharge Is re-established to deposit the next 
layer (e.g. semiconductor layer 23). Alternatively, layers 21 , 23, and 25 may be deposited in different chambers by any 
known method. 

Following the formation of the Rgure 9 stmcture, the TFT island or area may be formed by way of etching, for exam- 
ple, so that the TFT metal layers can be deposited thereon. Optionally, one of the TFT metal source/drain layers may 
50 be deposited before forming the TFT island. 

According to preferred embodiments, following the formation of the TFT Island from the Figure 9 structure, a 
source-drain metal sheet or layer (which results in drain metal layer 29 and source metal layer 31) is deposited on sub- 
strate 19 over top of semiconductor layer 23 and contact layer 25. This source-drain metal layer may be chromium (Cr) 
or molybdenum (Mo) according to certain embodiments of this invention. When chromium, the layer is deposited to a 
55 thickness of about 500 - 2,000 A, preferably about 1 ,000 A according to certain embodiments. When mdytKlenum, the 
layer Is deposited to a thickness of from about 2,000 to 7,000 A, preferably about 5,000 A. The deposited source drain 
metal layer sheet is then patterned (masked and etched) to form the s urce, drain, and storage capacitor electrodes. 
After patterning of the TFT source and drain electrodes, th result is th Figur 1 0 TFT structure. 

Alternatively, a first metal layer may be deposited and patterned to form drain electrode portion 29 and storage 
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capacitor lectrode 12, and a second metal lay r may b deposited and patterned to form source electrode portion 31 . 
Thus, for example, source metal layer 31 may be chromium (Cr) while drain metal 29 and storage capacitor electrode 
layer is Mo according to certain embodiments of this invention. Other metals which may be used for the source and 
drain metals Indude titanium, Al. tungsten, tantalum, copper, or the like. 
5 After patterning of drain and source portions 29 and 31 , contact layer 25 is etched in the channel 27 area and inev- 

itably a bit of semiconductor layer 23 is etched along with it The result is TFT 9 with channel 27 as shown in Figures 4 
and 10. 

Substantially transparent polymer insulating layer 33 is then deposited onto substantially the entire substrate 19 by 
way of spin-coating according to certain embodiments of this invention. Layer 33 may be of either photo-imageable BCB 
10 or Fuji Clear'" according to certain embodiments. Insulating layer 33 fills recesses generated upon formation of TFTs 
9 and flattens the surface above substrate 19 at least about 60% according to certain embodiments. The result is the 
structure of Figure 11. 

Photo-imageaWe insulating layer 33 acts as a negative resist layer according to certain embodiments of this inven- 
tion so that no additional photoresist is needed to form viae 35 and 36 in layer 33. In order to form the vias. layer 33 is 
15 irradiated by ultraviolet (UV) rays (e.g. i rays of 365 nm), with UV irradiated areas of layer 33 to remain and non-exposed 
or non-radiated areas of layer 33 to be removed in developing. A mask may be used. Thus, the areas of the negative 
resist 33 corresponding to vias 35 and 36 are not exposed to the UV radiation, while the rest of the layer 33 acrtjss the 
substrate is exposed to UV. 

Following exposure of layer 33 (except in the via or contact hole areas), layer 33 is developed by using a known 

20 developing solution at a known concentration.. In the developing stage, the areas of layer 33 corresponding to vias 35 
and 36 are renroved (i.e. dissolved) so as to form the vias in the insulating layer. After developing, the resist layer 33 is 
cured or subjected to postoaking (e.g. about 240 degrees C for about one hour) to eliminate the solvent so that the layer 
33 with the vias therein is reslnified. Thus, no dry or wet etching is needed to form the vias in layer 33. According to 
alternative embodiments, layer 33 may be a positive resist as opposed to a negative resist. 

25 Vias or apertures 35 are thus formed in insulation layer 33 over top of (or adjacent) each source metal electrode 31 
so as to permit the pixel electrodes 3 to electrically contact con'esponding source electrodes 15 through vias 35. Layer 
33 remains across the rest of the substrate or array except for the storage capacitor vias and certain edge areas where 
contacts must be nnade or glueing done. 

After vias 35 and 36 are formed in layer 33, a substantially transparent conducting layer (e.g. ITO) which results in 

30 pixel electrodes 3 is deposited and patterned (photomasked and etched) on substrate 19 over top of layer 33. After pat- 
terning (e.g. mask and etching) of this substantially transparent conducting layer, pixel electrodes 3 are left as shown in 
Figures 1 and 4. As a result of vias 35 and 36 formed in layer 33, each pixel electrode 3 contacts a TR source electrode 
3 1 as shown in Figure 4 and a storage capacitor electrode 1 2 as shown in Figure 1 . The result is the active plate of Fig- 
ures 1 and 4 including an array of TFTs. The pixel electrode layer (when made of ITO) is deposited to a thickness of 

35 from about 1 ,200 to 3,000 A (preferably about 1 ,400 A) according to certain embodiments of this invention. Other known 
materials may be used as pixel electrode layer 3. 

After formation of the active plate, liquid crystal layer 45 is disposed and sealed between the active plate and the 
passive plate as shown in Figure 5, the passive plate including substrate 51 . polarizer 53. electrode 49. and orientation 
film 47. 

40 As shown in Figure 1 , pixel electrodes 3 are patterned to a size so that they overlap both drain address lines 5 and 
gate address lines 7 along the edges thereof so as to result in an increased pixel aperture ratio for AMLCD 2. The cross- 
talk problenns of the prior art are substantially eliminated due to the presence of layer 33 in overlap areas 1 8 between 
pixel electrodes 3 and the address lines. Alternatively, the pixel electrodes may only overlap one group of address lines 
(e.g. row lines) according to certain embodiments. 

45 Figure 5 is a side elevational cross-sectional view of AMLCD 2 (absent the TFTs, address lines, and black matrix). 
As shown, the twisted nematic display includes from the rear forward toward the viewer, rear polarizer 41 . substantially 
transparent substrate 19. pixel electrodes 3, rear orientation film 43, liquid crystal layer 45, front orientation film 47, 
common electrode 49, front substantially transparent substrate 51, and finally front polarizer 53. Polarizers 41 and 53 
may be arranged so that their transmission axes are either parallel or perpendicular to each other so as to define a nor- 

50 maily black or normally white color AMLCD respectively. Optionally, retarder(s) may also be provided. 

Typically, a backlight is provided reanward of polarizer 41 so tiiat light emitted therefrom first goes through polarizer 
41 . then tiirough liquid crystal layer 45 artd finally out of front polarizer 53 toward the viewer. Pixel electrodes 3 selec- 
tively work in conjunction with conrunon electrode 49 so as to selectively apply voltages across liquid crystal layer 45 so 
as to cause an image (preferably colored according to certain embodiments) to be viewed from the front of the display. 

55 Figure 6 illustrates an optional Uack matrix (BM) pattem 55 to be disposed on front substrate 51 for the purpose of 
overlaying address lines 5 and 7 and TFT channels 27. When the ITO of the pixel electrodes 3 overlaps the address 
lines, the address lines themselves are effectively th black matrix blocking light in the interpixel areas. However, low 
reflectance black matrix 55 with a larger than normal opening is still useful n the top (or passive) plate in order t 
reduce specular reflectance and to prevent ambient light incidence on the TFT channels. Therefore, the pixel aperture 
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ratio of the display can be made larger because the pixel electrode area is 1^^ overlap betwe nth pixel elec- 

trodes on the active piate and black niatrix 55 on the passive plat can be reduced. 

Black matrix structure 55 includes vertically extending regions 56 and horizontally extending regions 57. Regions 
56 are aligned with drain lines 5 while regions 57 are aligned with gate lines 7 so as to prevent ambient light from pen- 
5 etrating the display. 

Additionally, black matrix 55 includes channel covering portions 58 which are aligned with TFT channels 27 for the pur- 
pose of preventing ambient light from reaching amorphous silicon semiconductor layer 23 through the channels. As 
commonly known in the art, the pixel openings 65 of the display are substantialty defined by (i.e. bounded by) black 
matrix regions 56 and 57. 

10 Figure 7 is a skie elevational cross-sectional view of a portion of AMLCD 2. As shown, the central pixel electrode 3 
illustrated in Rgure 7 overlaps both column or drain address lines 5 by an amount %v*' thereby increasing the pixel elec- 
trode size relative to that of many prior art displays. Electrodes 3 are spaced from the address lines by a distance "d". 
Also, black matrix portions 56 line up with address lines 5 so that the pixel aperture or opening for the center electrode 
3 is defined in part by the distance between black matrix members 56. Black matrix portions 56 and address lines 5 are 

15 both arranged so that their central axes correspond with the gaps between pixel electrodes 3 according to certain 
embodiments of this invention. The presence of layer 33 substantially reduces the parasitic capacitance of the capacitor 
created between pixel electrodes 3 and address tines 5 in the overlap areas 1 8 as set forth above. 
This invention will now be described with respect to certain examples set forth below in Chart 1 . 

20 

CHART 1 





Insulating 
Layer 33 Material 


Overlap 
distance "w" 


Distance 
"d" 


Line-Pixel 
Capacitance {if) 


Dielectric 
Constant e 


Example 1 


BCB 


1 \im 


2 pm 


4.5 


2.7 


Example 2 


BCB 


2 nm 


2Mm 


6.9 


2.7 


Example 3 


BCB 


1 ^m 


1 nm 


6.9 


2.7 


Example 4 


BCB 


2 fim 


1 \im 


11.7 


2.7 


Example 5 


Fuji Clear™ 


1 ^im. 


2 pm 


7.5 


4.5 


Example 6 


Fuji Clear™ 


2^m 


2 pm 


11.5 


4.5 


Example 7 


Fuji Clear™ 


1 ^m 


1 pm 


11.5 


4.5 


Example 8 


Fuji Clear™ 


2 ^m 


1 pm 


19.4 


4.5 



The values set forth above in Chart 1 are for a display wherein the side of each pixel electrode 3 which overlaps the 
40 address line Is about 100 pm long. Thus, the area of overlap is about 100 pm long. Also, the dielectric constants e in 
Chart 1 above are for insulation layer 33. 

Distances "w" and "d* are shown in Rgure 7. with distance '*w" being the width of the overlap and distance "d" the 
vertical spacing between the pixel electrodes and the overlapped address lines. 

Compare the values in Chart 1 with a conventional coplanar LCD in which the pixel electrodes are substantially 
45 coplanar with the address lines and spaced therefrom, such a conventional LCD having a linei}ixel capacitance of 
about 11.8 fF (caused in part by the LC material) when the electrodes are spaced laterally from the address lines by 
about 5 pm, and about 9.6 fF when the lateral spacing is about 10 pm. Thus, the high aperture LCDs of Examples 1-8 
have a higher pixel aperture ratio than conventional LCDs without suffering from substantially higher line-pixel capaci- 
tance values. The capacitance values set forth above in Chart 1 were arrived at from the CpL equation above in combi- 
50 nation with taking into consideration the fringing capacitance in a known manner. 

The line pixel capacitance (fF) is less than about 20 fF. preferably less than or equal to about 12 fF, and most pref- 
erably less than or equal to about 7.0 fF according to this invention with the overlap areas and high pixel apertures. 

Once given the above disclosure, nnarty other features, modifications, and improvements will become apparent to 
the skilled artisan. Such other features, nrxxlifications, and improvements are, therefore, conskiered to be a part of this 
55 invention, the scope of which is to be determined by the following claims. 

Claims 

1 . A high aperture liquKi crystal display comprising: 
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first and second substrates; 

a liquid crystal layer sandwiched between said first and second substrates; 

an array of thin film transistors (TFTs) disposed on said first substrate, said array of TFTs including a plurality 
of address lines connected to said TFTs; 
5 an array of substantially transparent pixel electrodes disposed on said first substrate, a plurality of the pixel 

electrodes in said array of pixel electrodes overlapping at least one of said address lines thereby increasing the 
pixel aperture ratio of the LCD; 

a photo-imageable insulating layer disposed on said first substrate between said address lines and said pixel 
electrodes at least in the areas of overlap and areas adjacent source electrodes of the TFTs; and 
10 said photo-imageable insulating layer having a first group of contact vias defined therein by photo-imaging, 

wherein said pixel electrodes are in electrical communication with conesponding TFT source electrodes 
through said contact vias of said first group defined in said insulating layer. 

2. The LCD of claim 1, further comprising an auxiliary storage capacitor electrode associated with each pixel elec- 
ts trode, and a second group of contact vias defined in said Insulating layer by photo-imaging, and wherein each of 

said pixel electrodes is in electrical connmunication with a corresponding storage capacitor electrode through one 
of the vias in said second group of contact vias. 

3. The LCD of claim 1 , wherein said insulating layer is a negative resist layer. 

20 

4. The LCD of claim 1, wherein said insulating layer includes one of 2-Ethoxyethyl acetate and Benzocyclobutene 
(BCB). 

5. The LCD of claim 1 . wherein the dielectric constant £ of said insulating layer is less than about 3.0. 

25 

6. The LCD of claim 1 , wherein said insulating layer includes an organic mixture of 2-Ethoxyethyl acetate, methacr- 
ylate derivative copolymer, and polyfunctional acrylate. 

7. The LCD of claim 1 , wherein said insulating layer is from about 2-3 ^m thick. 

30 

8. The LCD of claim 1 , wherein said insulating layer covers substantially the entire viewing area of the display except 
for contact vias formed therein. 

9. The LCD of claim 1 , wherein the pixel aperture ratio of the LCD is at least about 68%. 

35 

10. The LCD of claim 1, wherein the overlap distarKe or width is from about 0-2 ^m in the overlap areas and the 
address line-pixel capacitance is less than about 12.0 fF when the length of the overlap area is about 100 ^m. 

11. The LCD of claim 10. wherein the capacitance Is less than about 8.0 fF 

40 

12. A TFT array structure comprising: 

an array of TFTs on a substrate, said TFTs being connected to a conesponding array of pixel electrodes; 
row and column address lines on said substrate for addressing said TFTs; and 
45 photo-imageable insulating means disposed between (I) said pixel electrodes; and (ii) said address lines so as 

to reduce crosstalk and permit said means to be photo-imaged. 

13. A liquid aystal display with a large pixel aperture ratio comprising: 

50 a liquid crystal layer sandwiched between first and second substrates; 

an array of thin film transistors and corresponding pixel electrodes mounted on said first substrate, each of said 
thin film transistors including a semiconductor layer, a gate electrode connected to a gate address line, a drain 
electrode connected to a drain address line, and a source electrode connected to one of said con^esponding 
pixel electrodes, and wherein said pixel electrode connected to said source electrode overlaps said gate and 

55 drain address lines along longitudinal edges thereof; and 

a substantially continuous Insulating layer having a dielectric constant e no greater than about 3.0 disposed 
between said pixel electrode and said address lines in sufficient thickness so as to reduce capacitive aoss-taik 
in the display by reducing the pixel electrode-address line parasitic capacitance Cpi in the areas of overlap. 
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14. The liquid crystal display of claim 13, wherein Cp^ is defined by the equation: 

e - gQ ' A 

CpL- — a — 

where eq is 8.85 x 10"^^ F/cm, "d" is the insulating layer thickness in th overlap areas, and "A" is the area of the 
capacitor formed between said pixel electrode and said address lines in the overlap area; and 

wherein CpL is less than or equal to about 0.01 pF when the pixel pitch of the display is about 150 ^m so as 
to reduce cross-talk in the display. 

1 5. The liquid aystal display of claim 1 3. wherein the insulating layer thickness "d" is at least about 1 .5 Mm in the over- 
lap areas. 

16. The liquid crystal display of claim 15, wherein "d" is from about 2 to 3 tim in the overlap areas and said insulating 
layer has a degree of pianarization of at least about 90%. 

17. The liquid crystal display of claim 15, wherein the display has a pixel aperture ratio of at least about 65%, and a 
pixel pitch of from about 40 to 500 ^m. 

18. The liquid aystal display of claim 13, wherein said insulating layer includes Benzocyclobutene (BCB) and has a 
dielectric constant e of about 2.7 or less. 

19. A liquid crystal display comprising: 

a liquid crystal layer; 

a substantially transparent substrate adjacent said liquid crystal layer; 

an array of thin film transistors disposed on said substrate, said thin film transistors connected to address tines 
and acting as switching elements for energizing corresponding pixel electrodes; 

a substantially transparent pianarization layer disposed on said array of transistors, said pianarization layer 
being located between (i) said pixel electrodes; and (ii) said address lines; and 

wherein said pianarization layer includes Benzocyclobutene (BCB) and has a dielectric constant of less than 
about 3.0. 

20. A method of making an anray of semiconductor based thin film transistors (TFTs), the method comprising the steps 

of: 

providing a first substantially transparent substrate; 

forming an array of TFTs and corresponding address lines on the first substrate; 

depositing an organic photo-imageable insulating layer over both the TFT an-ay and corresponding address 
lines; 

photo-imaging the insulating layer in order to form a first array of vias or contact holes therein; and 
forming an array of electrode members on the first substrate over the photo-imaged insulating layer so that the 
electrode members In the an-ay are In communication with the con-esponding TFTs through the first an^y of 
vias or contact holes. 

21. The method of claim 20, further comprising the step of overlapping the address lines with the electrode members 
so that the photo-imaged insulating layer is disposed therebetween so as to reduce cross-talk. 

22. The method of claim 21 , further comprising the steps of (i) using the TFT array in one of a liquid crystal display and 
an image sensor, and (ii) forming the insulating layer so as to include one of photo-imageable BCB and 2-EthQxye- 
thyl acetate. 

23. The display of claim 19, wherein the BCB layer is non-photo-in^geabla 
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FIG. 1 
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FIG. 2 
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FIG. 3 
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FIG. 4 




FIG. 5 
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FIG. 6 
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FIG. 7 
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FIG. 8 
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